
891,121 



Inventor: WILLIAM REDE HAWTHORNE 
Date of filing Complete Specification: May 6. 1958 
Application Date: May 7, 1957. No. 14509/57 

Complete Specification Published: March 14, 1962 



International Classification:— B63b. B29d. C09j. 

COMPLETE SPECIFICATION 
DRAWINGS ATTACHED 
Improvements in or relating to Flexible Barges or Storage Vessels 



We. Dracone Developments Limited, 
a British Compaay, of 7 Tilney Streeft, 
London. W.L, do hereby declare th« inven- 
tion, for which we pray that a patent may 
^ be granted to us, and the method by which 
it is to be performed, to be particularly 
described in and by the following statement : 
This invention i^laies to iBexible barges or 
storage vessels for tmnsporting or storing 

10 liquid or solid cargoes in or on inland waters 
or the sea. . 

It is desirable that the walk oi such barges 
or storage vessels be such that tiiey can be 
ooflapfied or folded. It is desirable, there- 

15 fore» that the material of such walls be a 
fabric-like material which can be rolled up. 
crushed or folded,, and which has a good 
tensile strength, withstands shear and flex- 
ing, is impervious to the cargo, is unattacked 

20 by water or organisms and witiistands 
weather and sun, abrasion, ripimig or 
puncturing. 

According to the invention, a barge or 
storage vessel of tiie kind indicated is formed 

25 with unsupported walk made up of several 
load bearing layers of woven or oriented 
natural or synthetic fibres such as Rayon, 
Nylon. Terylene (Registered Trade Mark), 
glass fibres or wire, the comjposite walk be- 

30 ing provided with inner and outer skins of 
material capable of protecting the load- 
bearmg layers from attack by the intended 
cargo or by tiie atmosiphere, as the case may 
be, witlrout necessarily contributing material- 

J5 ly to the load-bearing properties of the 
composite walk. 

Tigiifly woven multi-ply fabrics may be 
used and m^y not need extra layers of 
biased fabric to resist shear. Where orienta- 

40 tion is used without weavmg, (the fibres or 
filaments or adjacent layers are preferably 
arranged at an angle to each other. Glps 
fibre may be used where continued flexing 

IPric 



is not likely to occur, for example in storage 
tanks. Natural fibres may be used where 45 
low-strength fabrics are permissible or where 
extra thickness is required without appreci- 
able additional strengfli. 

The various layers may be made separately, 
for example, by weaving in one tubular or 50 
other shaped piece, and then inserted one 
inside tiie other. Internal pressure may be 
mod to hold one layer against the other, 
or the layers: may be held together at ap- 
propriately distributed areas or bands by 55 
sewing or rivettmg or by bonding with glue, 
plastic or natural or synthetic rubber. Alter- 
natively, the layers may be bonded together 
ithroughout 

'nie inner skin may be of rubber-like 60 
material chosen so that it is not attacked 
by the contents of the barge. Hie com- 
posite walk may be of woven nylon fabric 
which carries tlie skin stresses, consisting of 
lengflis of nylon doth overkpped at the 65 
edges and these stuck and sewn together to 
form one shaped Iftibe. The outer skin may 
be of rubber-like material snnilar to the 
inner layer but chosen so that it resists attack 
from external agencies such as sea water and W 
sunlig^it The protectmg skins and load- 
bearing fabric may be made separately and 
tiien bonded together but the two skins may 
be bonded to the nylon cloth before it is 
made up into the shape of the barge, and 75 
then in their turn stuck together to form 
the barge or sitorage vessel. 

Where the layers are not bonded together 
throughout, they may be lubricated by 
means of a liquid, such as water, or by means go 
of graphite, carbon black or other lubricant, 
to protect the yarns and remove heat gener- 
ated during flexing. Where water is used 
as a lubricant, this may be derived from the 
outside water l>y jpymg thk access to the gs 
intraior of the fabric of the vessel 
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Where the filaments or fibres of one layer 
are arranged at an angle to those of adjacent 
layers, oppositely handed belical wuidings 
may be disposed one within the other. 
5 Where a woven fabric is employed the 
relative strengths of the warp and weft are 
preferably chosen to suit the requirements of 
the vessel. The material may be arranged 
so that its greatest strength is developed in 

JO the circumferential or hoop direction. This 
would normally mean that the warp yams 
would run circumferentially and the weft 
yams longitudinally of the axis of the 
barge or storage vessel and joints would 

15 preferably be circumferential, longitudinal 
joints being kept to a minimum. However, 
longitudinaDy joined strips may be used as 
hereinafter described. 
In a barge of, for example SO' in diameter 

20 and 600' in length, the ultimate strength of 
the fabric is preferably not less than 6,000 
lb. per inch width of fabric in the circum- 
ferential direction and not less than 3,500 
lbs. per inch in the longitudinal durection. 

25 For different diameters the required strength 
could be allowed to vary as the square of 
the diameter. 

Each yam may be covered with a layer 
of rubber or plastic to bind the cloth and 

30 to reduce fretting between the layers, and 
each layer of cloth may be covered with a 
binder or with a plastic protective coating. 
For oil-carrying v^els. natural rubber may 
be used between the layers so that in die 

35 event of leakage some self-sealing action is 
obtained. 

Some seepage of fluid cargo is likely where 
the fabric is under tension. To reduce such 
seepage, the inner skin may be made more 

40 extensible than the load-bearing layer or 
layers and it may be fitted sUghtly oversize. 
Sufficient extensibility may be obtained by 
using " two-way stretch " or " crepe " Nylon, 
rubberised throughout or on one side only, 

45 For some cargoes more than one sealing 
skin may be used and the skm may be sealed 
with plastic or rubber. Skins may be separ- 
ated by fabric in a multi-layer constmction. 
Impregnating and colouring materials may 

50 be used on the outer skin to reduce the 
effects of biological attack, sunlight and 
weathering. 

For oil-carrying barges, the inner skin may 
be rubberised with an oil-resistant material 

55 such as Hycar (Registered Trade Mark) (a 
butadiene based artificial rubber) which has 
¥een found to adhere satirfactorily to Nylon. 

, The external skin may be of Hycar rubber, 
neoprene or a plastic such as polyvinyl 

60 chloride. 

For exauiple. in a preferred embodiment 
of this invention the stress carrymg fabric 
consists of lengths of multi-layer Nylon 
cloth, with a strength of 1,000 lbs. per inch 

65 width of fabric in both directions. These 



lengths are shaped and overlapped longitud- 
inally where they are joined by both sticking 
and sewing. The glue for sticking the over- 
lap is applied immediately below the sewing 
so that the material and the niches are all 70 
glued together. The nylon cloth is coated 
on the inside with Hycar rubber bonded to 
the material and on the outside with 
neoprene bonded similarly, 

^bodiments of the invention will now be 75 
described by way of example with reference 
to the drawings accompanying the Provis- 
ional Specification, in which : 

Fig. 1 is a fragmentary diagrammatic 
sectional view of one example of multi-layer 80 
fabric for constructing a barge according to 
the invention, and 

Figs. 2-6 show similar views of examples 
of joints in the fabric, 

Rderence will also be made to the draw- 85 
ings accompanying the present specification, 
in which : — 

Fig. 1 is a fragmentary view of a portion 
of said fabric for constructing a" barge 
according to the invention ; 90 

Fig. 2 is a diagrammatic view of two such 
portions joined together, the joint being 
shown partially opened; 

Fig. 3 is a fragmentary side sectional 
elevation of one end of a barge formed from 95 
portions of material according to Fig, 1 ; 

Fig. 4 is a section on the line IV-IV of 
Fig. 3 ; and 

Fig, 5 is an enlarged view of a joint such 
as is illustrated in Figs. 2 and 4. 100 

Referring first to Fig. 1 of the drawmgs 
accompanying the Provisional Specification, 
this s1k>ws an exaniple of multi-layer fabric 
for use in constructing a barge according to 
the invention, said fabric consisting of six 105 
layers of nyk>n cloth 1-6, furnished with an 
external fabric 7 of neoi>rene and nylon and 
an internal sealing fabric 8 of Hycar and 
nylon. 

One of the requirements is that the no 
material should stand up to kinking. To 
avoid the failure of the proofing under kink- 
ing, the proofing shoujd be kept as thin as 
posible. This makes desirable the use of 
one or more layers of thinly proofed material. 1 15. 

Fig. 2 shows a lap joint of the material 
illustrated in Fig. 1. the material being 
spliced as indicated by the line 9 and sewn 
as indicated by the broken lines 10, or the 
material may be stuck instead of, or in ijo 
addition to. sewing, and the lap joint thus 
formed sealed with plastic or rubber 11, 12, 

Fig. 3 shows a joint in similar fabric, ex- 
cept that only five layers of nylon are shown 
and instead of splicing the material in Fig. ]25 
4a and the outer rubber or plastic seals con- 
sist of rubberised or plasticised reinforcing 
strips 13, 14 respectively of which the 
rubberizing or plasticising is shown at 13a 
and 14a respectively. The whole may then 13(1 



be reinforced \>y sewing. Fig. 4 shows a 
motlified joint in which the outer layer^ 7 
and 8 are also staggered All these jointe 
can be adapted to either multi-layer or multi- 

5 ply fabric and when rubber is used would 
be vulcanised or aged ^ter joining. Alter- 
natively, the rubber may be applied in 
layers, with each layer adhesively secured 
together by a tacky material. 

10 Fig. 5 shows a multi-layer fabric in which 
each layer is separately joined m a lap joint 
In Fig. 6, the lap jomte of a multi-layer 
fabric are staggered. 
Turning now to the drawings accompany- 

15 ing the present specification. Fig. 1 shows 
the end of a length of multi-layer woven 
nylon 20 which is shaped as shown and stuck 
together by an adhesive indicated at 21 in 
Fig. 2. the jomts being then sewn as indicat- 

20 ed at 22 to make up a vessel whose shape 
is cylindrical witii streamlined ends as 
illustrated in Fig. 3, a suitable end fairing 
23 being provided. A cross-section of the 
vessel is illustrated diagrammatically in Fig. 

25 4 which shows how the seams are over- 
lapped, the nylon fabric bemg indicated at 
24. the Hycar proofing at 8 and the neoprene 
proofing at 7. 
A view of one of the joints is shown on 

30 an enlarged scale in Fig. 5 from which it 
will be seen that the seams are sewn as in- 
dicated at 10 and the rubberlike internal and 
external layers are bonded by reinforcement 
strips 27, 28 of neoprene and Hycar respec- 

35 tively. ^ . . 

If the strength-bearing fabnc is wven m 
one piece, it may be reinforced locally to 
strengthen imperfections due to the weaving 
process. Local strengthening may be 

40 achieved by proofing the fabric with plastic 
or rubber and stiddng extra layers of fabric 
to the low strength region. Similar local 
strengthening may be achieved by sewing or 
rivetting a stren^ening patch to the main 

45 fabric and proofing afterwards. Alter- 
natively, if separate mner and/or outer seal- 
ing skins are used, i^roofing alter sewmg 
or rivetting may not be necessary. Strength- 
ening of Sie fabric may be done locally at 

<:0 places where the stresses are high, for 
example at points of attachment of a tow- 
ing bridle and over areas of shaped ends 



where stresses due lo buoyancy or the pres- 
sure in the flow past the vessel are high. 
WHAT WE CLAIM IS :— 55 

1. A teirge or storage vessel of the kind 
indicated, formed with unsupported walls 
made up of several load-beatmg layers of 
woven or oriented natural or synSietic fiibres 

or wire, the composite walls being provided 60 
with inner and outer skins of material cap- 
able of protecting the load-bearing layers 
from attock by "the intended cargo or by the 
atnK)i^here, as the case may be, 

2. A vessel according to Claim 1, 65 
wherein the various layers are made separ- 
ately and are then inserted one within the 
other. . 

3. A vessel according to Claim 2, 
wherein the layers are each fonned by weav- 70 
ing in one tubular or other shaped piece. 

4. A vessel according to Qaim 2 or 
C3aim 3, wherein internal pressure is used to 
hold one layer against the other. 

5. A vessel according ito Claim 2 or Claim 75 
3, wherein the layers are held together at 
distributed areas or bands by sewing or 
rivetting or by bonding with glue, plastic or 
natural or synthetic rubber. 

6. A vessel according to Oaim 2 or Claim 80 
3, wherein (fhe layers are bonded together 
throughout. 

7. A vessel according to Qaim 4, where- 
in tiie layers are lid>ricated by means of a 
liquid such as water or by means of graphite. 85 
carton or other lubricant. 

8. A vessel according to Claim 7, where- 
in water is used as the lubricant and is derived 
from the outside water by giving this acess to 
the interior of the fabric of the vessel. 90 

9. A barge for coislaining oil, as claimed 
in any prece(5ng claim, wherein the inner skin 
is rubiberised with an oil-reastant material 
such as butadiene based artificial rubber. 

10. A barge for containing oil substan- 95 
tially as herembefore described with refer- 
ence to any one or more of the Figures of 
the drawings accompanymg the Provisional 
Specification and /or the Complete Speci- 
fication. 100' 

For .the Applicants. 
D. YOUNG & CO.. 
Oiartered Patent Agenlsr 
9 Staple Inn. London. W.Cl. 



PROVISIONAL SPECIFICATION 



Improvements in or relating to Flexible Barges or Storage Vessels 



We, Dracone Developments LiMrrED, 
a British Company, of 7 Tilney Street, 
London, WTl., do hereby declare this inven- 
tion to be described in the following 
105 statement :— 

This invention relates to flexible barges 
or storage vessels for ^transporting or storing 
liquid or solid cargoes. 

It is desirable that the walls of such barges 



or storage vessels be such that they can be 
collapsed or folded. It is desirable, there- 
fore, that the material of such walls be a 
fabric-like material vfhich can be rolled up, 
crushed or folded, and which has a good 
tensile stren^h, withstands shear and flexing, 
is impervious to the cargo, is unattacked by 
water or organisms and withstands weather 
and sun, abrasion, ripping or puncturing. 
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be reinforced by sewing. Fig. 4 shows a 
modified joint in which the outer layers 7 
and 8 are also staggered. All these jointe 
can be adapted to either multi-layer or multi- 

5 ply fabric and when rubber is used would 
be vulcanised or aged ^er joining. Alter- 
natively, the rubber may be applied in 
layers, with each layer adhesively secured 
together by a tacky material. 

20 Fig. 5 shows a multi-hyer fabric in v/Mch 
each layer is separately Joined in a lap joint. 

In Fig. 6, the lap jomfe of a multi-layer 
fabric are staggered 
Turning now to the drawings accompany- 

15 ing the present specification. Fig. 1 shows 
the end of a length of multi-layer woven 
nytan 20 which is shaped as shown and stuck 
together by an adhesive indicated at 21 in 
Fig. 2. the joints being tiien sewn as indicat- 

20 ed at 22 to make up a vessel whose shape 
is cylindrical with streamlined ends as 
illustrated in Fig. 3, a suitable end fairing 
23 being provided. A cross-section of the 
vessel is illustrated diagrammatically in Fig. 

25 4 which shows how the seams are over- 
lapped, the nylon febric bemg indicated at 
24, the Hycar proofing at 8 and the neoprene 
proofing at 7. 
A view of one of the joints is shov/n on 

JO an enlarged scale in Fig. 5 from which it 
will be seen that the seams are sewn as in- 
dicated at 10 and the rubberlike internal and 
external layers are bonded by reinforcement 
strips 27, 28 of neoprene and Hycar respec- 

35 tively. 

If the strength-bearing fabnc is vw)ven in 
one piece, it may be reinforced locally to 
strengthen imperfections due to the weaving 
process. Local strengthening may be 

40 achieved by proofing the fabric with plastic 
or rubber and stidcing extra layers of fabric 
to the low strength region. Similar local 
strengthening may be achieved by sewing 9r 
rivetting a sUengthening patch to the main 

45 fabric and proofing afterwards. Alter- 
natively, if separate inner and/or outer seal- 
ing skins are used, proofing after sewing 
or rivetting may not be necessary. Strength- 
ening of the fabric may be done locally at 

';0 places where the stresses are high, for 
example at points of attachment of a tow- 
ing bridle and over areas of shaped ends 



where stresses due to buoyancy or the pres- 
sure in the flow past the vessel are high. 
WHAT WE CLAIM IS :— , 55 

1. A barge or storage vessel of the kind 
indicated, formed with unsupported walls 
made up of several load-bearmg layers of 
woven or oriented natural or synSietic fibres 

or wire, the composite walls being provided 60 
with inner and outer skins of material cap- 
able of protecting the load-bearing layers 
from attadc by the intended cargo or by the 
atmosphere, as the case may be. 

2. A vessel according to Clahn 1* 65 
wherein the various layers are made separ- 
ately and are then inserted one within the 
other. . ^ . o 

3. A vessel according to Qaim 2, 
wherein the layers are each formed by weav- 70 
ing in one tubular or other shaped piece. 

4. A vessel according to Qahn 2 or 
C3aim 3. wherein internal pressure is used to 
hold one layer against the other. 

5. A vessel according .to Claim 2 or Claim 75 
3, wherein the layers are held together at 
distributed areas or bands by sewing or 
rivetting or by bonding with glue, plastic or 
natural or synthetic rubber. 

6. A vessel according to Claim 2 or Claim 80 
3. wherein (he layers are bonded together 
throughout. 

7. A vessel according to Claim 4, where- 
in tiie layers are lubricated by means of a 
liquid such as water or by means of graphite, 85 
carton or other lubricant. 

8. A vessel according to Claim 7. where- 
in water is used as the lubricant and is derived 
from the outside water by giviag this acess to 
the initerior of the fabric of the vessel. 90 

9. A barge for containing oil, as claimed 
in any preceding claim, wherein the inner skin 
is rubberised with an oil-resistant material 
such as butadiene based artfficial rubber. 

10. A barge for containing oil. substan- 95 
tially as hereinbrfore described with refer- 
ence to any one or more of the Figures of 
the drawings accompanying the Provisional 
Specification and/or the Complete Speci- 
fication. 10(V 

For the Applicants, 
D. YOUNG & CO.. 
Chartered Patent Agents. 
9 Staple Inn» London, W.C.I. 
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Improvements in or relating to Flexible Barges or Storage Vessels 



We, Dracone Developments LiMrrED. 
a British C^einpany. of 7 Tihiey Street, 
London, W.I., do hereby declare this inven- 
tion to be desoribed in the following 
105 statement :— 

This invention relates to flexible barges 
or storage vessels for transporting or storing 
liquid or solid cargoes. 

It is desirable that the walls of such barges 



or storage vessels be such that they can be 110 
collapsed or folded. It is desirable, there- 
fore, that the material of such walk be a 
fabric-like material whidi can be rolled up, 
crushed or folded, and which has a good 
tensile strength, withstands shear and flexing, 1 1 5 
is impervious to the cargo, is unatstacked by 
water or organisms and withstands weather 
and sun, abrasion, ripping or puncturing. 



to reinforce the -joint. A similar construc- 
tion is shown in Fig. 4 which illustrates a 
chamfered lap joint with external reiirforce- 
ment and rubber^g. All these joints can 

i be adapted to either multi-layer or multi- 
ply fabric, and when rubber is used would 
be vulcanized or aged after joining* Alter- 
natively, the rubber may be applied in layers, 
with each layer adhesively secured t<^ether 

10 by a tacky material. 

Fig. 5 shows a multi-kyer fabric in which 
each layer is separately joined jn a lap joint. 
The fabric is rubberised and lap-jointed by 
pressure followed by vulcanisation or is 

15 adhesively secured with a rubber adhesive. 
In Fig. 6 the lap joints of a muM-layer 
fabric are staggered. 

Ughtly woven multi-^ply fabrics may be 
used and may not need extra layers of 

20 biased feibric to resist shear. 

K the strength-bearing fabric is woven in 
one piece, it may be reinforced locally to 



strengfthen imperfections due to the weaving 
process. Locad strengthening may be 
achieved iby proofing the fabric with plastic 25 
or rubber and stioMng extra layers of fabric 
tto the low strength region. Similar local 
strengthening may be achieved by sewing or 
rivetting a strengthening paich to the main 
fabric and proofing afteI^wards. Altema- 30 
tively, if separate inner and/or outer sealing 
skms are used, proofing aiEter sewing or 
rivetting may not be necessary. Str^gBbea- 
ing of the fabric may be 4)ne locdly at 
places where the stresses are higji, for ex- 35 
ample at points of attachment of a towing 
'bridle and over areas <rf shaped ends where 
stresses due to buoyancy or the pressure iu 
the flow past the vessel are higJi. 

D. YOUNG & GO.. 
10 Staple Inn, London, W.C.I., 
Agents for the Applicants. 
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